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Permanent Painting

madder lake must be mixed with oxide of chromium
to produce any given shade.
Veronese green is a good drier and a reliable color.
FOUNDATION WHITE
This is the ordinary white lead of commerce which
is generally a very pure article, and is identical with
that which the house painter uses. As such, it is not
by any means the best foundation white, and cannot
compare with a mixture of zinc oxide and white lead.
For foundation purposes, such a mixture dries very
well, and produces a surface which is neither too
hard nor too soft, and after it has dried sufficiently
hard, presents a surface to which other pigments ad-
here very well. Such a surface has what is technically
known as "tooth/' so that when we speak of a pig-
ment having "tooth," we refer to a physical surface
to which other colors adhere properly.
Foundation white may be made by the painter of a
mixture of ordinary house painters' pigments, such as
zinc white and white lead ground in linseed oil. It
should be thinned only with turpentine so as to dry
with a gloss. A little picture varnish (mastic dis-
solved in turpentine or damar varnish) may be mixed
to give elasticity but as these varnishes become brittle
in time, fat oil (a fatty linseed oil) is preferable and
a small quantity in foundation white is to be recom-
mended.
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